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Made-up Textiles (Including Ready-Made Garments), TXD 20 


FOREWORD 


This Indian Standard (First Revision) was adopted by the Bureau of Indian Standards, after the draft finalized by 
the Made-up Textiles (Including Ready-Made Garments) Sectional Committee had been approved by the Textile 
Division Council. 


This standard was originally published in 1984 and has been revised to align it with latest cross referred 
standards. 


For the purpose of deciding whether a particular requirement of this standard is complied with, the final value, 
observed or calculated expressing the result of a test or analysis, shall be rounded off in accordance with 
IS 2 : 2022 'Rules for rounding off numerical values (second revision). The number of significant places 
retained in the rounded off value should be the same as that of the specified value in this standard. 
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Indian Standard 
TEXTILES — WATERPROOF DELIVERY BAG FOR 
POSTMAN — SPECIFICATION 


( First Revision ) 


1SCOPE 


This standard prescribes constructional details and 
other particulars of waterproof delivery bag for 
postman. 


2 MANUFACTURE 


2.1 The bags shall be manufactured from special 
proofed cotton duck conforming to IS 6803. 
However, in place of Bundesmann test, water 
repellency test shall be carried out according to 
IS 390 and the minimum rating shall be 80. 


2.1.1 The basic duck cloth shall be of 610 g/m? 
conforming to variety No. 2 of IS 1422. 


2.1.2 The slings and loops shall be made from 
webbing of 51 mm and 38 mm, respectively as 
indicated in Fig 1, and conforming to IS 6488. 


2.2 Sliding Buckle and Link 


Having dimensions as given in Fig. 1 shall be made 
of brass. 


2.3 Spring loaded self-locking type lock as agreed 
to between the buyer and the seller (see 3.2) shall 
be provided. 


2.4 Vegetable tanned chrome leather of 2 mm 
thickness and finish as agreed to between the buyer 
and the seller (see 3.2) shall be used. 


2.5 Binding Fabric 


Vinyl coated fabric, as agreed to between the buyer 
and the seller, shall be used (see 3.2) for binding 
the edges of fabric. 


2.6 Stitching 
The bag shall be stitched as shown in Fig. 1 and 2. 
2.7 Threads 


The sewing threads used for stitching shall conform 
to variety No. 28 [ 36s/6 (165 tex x 6) ] of IS 1720. 
The number of stitches per decimeter shall be 
between 25 to 32. The colour fastness of sewing 
thread should be same as that of the basic material. 
NOTE — Three ply flax or suitable synthetic material 


threads may also be used provided it is not inferior than 
that of cotton thread recommended. 


2.8 Freedom from Defects 


The bags should be free from sewing and other 
fabrication and basic fabric defects. 


3 REQUIREMENTS 


3.1 The general make up, dimensions and other 
related details of the bag shall be as shown in 
Fig. 1 and 2. 


3.2 If in order to illustrate or specify the 
indeterminable characteristics, such as 
workmanship, general appearance, lustre, feel and 
shade of the bag, a sample has been agreed upon 
and sealed, the supply shall be in conformity with 
the sample in such respects. 


3.2.1 The custody of the sealed sample shall be a 
matter of prior agreement between the buyer and 
the seller. 
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FIG.1 DETAILS OF WATERPROOF DELIVERY BAG FOR POSTMAN 
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3.3 The basic cloth shall be fast to light, washing 
and rubbing. The fastness rating shall be as 


follows, when tested by the methods given against 
each: 


Colour Fastness to Rating Method Method 
1 2 3 

a) Light dor better IS/ISO 105-B02 or IS/ISO 105-B01 
b) Washing IS/ISO 105-C10 

1) Change in colour 4 or better 

2) Staining on adjacent 4 or better 

fabric 
c) Rubbing (Dry and wet) 4 or better IS/ISO 105-X12 
4 PACKING AND MARKING Act, 2016 and the Rules and Regulations framed 


4.1 The bags shall be packed as agreed to between 
the buyer and the seller. 


4.2 Marking on the Bag 


The marking on the bags shall be as required by 
the Postal Department. Each bag shall also be 
marked, on the inner side, using indelible ink, with 
the manufacturer's name or trade-mark, together 
with the year of manufacture. 


4.3 BIS Certification Marking 


The bags may also be marked with the Standard 
Mark. 


4.31 The product(s) conforming to the 
requirements of this standard may be certified as 
per the conformity assessment schemes under the 
provisions of the Bureau of Indian Standards 


thereunder, and the products may be marked with 
the standard mark. 


5SAMPLING 
5.1 Lot 


The quantity of bags of same designation and 
colour delivered to a buyer against a dispatch note 
shall constitute a lot. 


5.2 The conformity of the lot shall be determined 
on the basis of the tests carried out on the sample 
selected from it. 


5.3 Unless otherwise agreed to between the buyer 
and the seller, the number of bags to be selected at 
random from a lot shall be according to col 1 and 
col 2 of Table 1. 


Table 1 Sample Size and Permissible Number of Non-Conforming Bags 


Lot Size Sample Size Permissible of Non-Conforming Bags 
(1) Q) 6) 
Up to 100 13 1 
101 to 150 20 2 
151 to 300 32 3 
301 to 500 50 5 
501 to 1000 80 7 
1001 to 3000 125 10 
3001 and above 200 14 


5.4 The number of bags selected according to 
Clause 5.3 shall be examined for stitching, brass 
lock and loops, marking, freedom from defects, 
dimensions and if there is agreed sealed sample it 
shall be compared with the sample bag as given in 
3.2. 


5.4.1 The number of bags to be examined for 
colour fastness shall be five for lot size less than 
1 000 and ten otherwise. 


5.5 Criteria for Conformity 


The lot shall be declared as conforming to the 
requirements of this specification if the following 
conditions are satisfied: 


a) The number of bags found not in conformity 
with the requirements for any one or more of 


IS No. 
IS 390 : 


IS 1422 


IS 1720 


IS 6488 


IS 6803 


1975 


: 1983 


: 1978 


: 1999 


: 1972 
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the characteristics mentioned in 5.4 is less than 
or equal to the corresponding number given in 
col 3 of Table 1. 


b) All the test specimens tested for colour 


fastness 


ANNEX A 
(Clause 2) 
LIST OF REFERRED STANDARDS 


Title 


Method for determining the 
water repellency of fabrics by 
water spray test (first revision) 


Specification for cotton duck 
(third revision) 


Specification for cotton sewing 
threads (first revision) 


Textiles — Cotton webbing for 
personal web equipment — 
Specification (third revision) 


Specification for 
proofed canvas and duck 


special 


IS No. 
IS/ISO 105 


(Part B01): 2014 


(Part B02) : 2014 


(Part C10) : 2006 


(Part X12) : 2016 


are found satisfactory. 
Title 

Textiles — Tests for colour 

fastness 


Part B01 Colour fastness to 
light: Daylight 


Colour fastness to artificial 
light: Xenon arc fading lamp 
test 


Colour fastness to washing with 
soap or soap and soda 


Colour fastness to rubbing (first 
revision) 
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